330                   JEWELRY & ENAMELING

PROCESSES

Cleaning               Clean in pickle; remove any scratches or excess

p. 70                    solder with a file and scotch stone.

Polishing               Buff with a bristle buffing wheel and tripoli,

p. 71                    Polish with a cloth buffing wheel.

Coloring                Color in a potassium sulphide solution,

p. 72                    Remove excess color with whiting.

Polish with a soft cloth or chamois buffing

wheel.